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Description 

Technical Field 

5 [0001] This invention relates to a cushioning pad for hot pressing, and a production method of a laminate. More 
specifically, this invention relates to a cushioning pad for hot pressing which is used when an object product is subjected 
to pressing or thermocompression bonding in the process of producing a precision instrument component having a 
lamination structure, such as a printed circuit board including a copper-clad laminate, a flexible printed circuit board, 
a multilayer lamination board and so on, an IC card, a liquid crystal display panel, and a ceramic lamination board 

10 (hereinafter, referred to as a "laminate" in the present invention), and a production method of a laminate using the 
cushioning pad. 

Background Art 

15 [0002] In the production of a laminate such as a printed circuit board, there is used a method of sandwiching a 
laminate material 23, which is an object to be pressed, between hot plates 24 and 24 as shown in Fig. 16 and, then, 
applying a predetermined pressure and heat thereto in the process of pressing or thermocompression bonding. In 
order to obtain a molded product with high precision, it is necessary to make the heat and pressure applied to laminate 
material 23 uniform over the whole of the surface thereof in the hot pressing. For such a purpose, the hot pressing is 

20 performed in the state where a planar cushioning pad 25 is interposed between hotplates 24 and laminate material 23. 
[0003] As cushioning pad 25 for hot pressing, there are used various kinds of materials, such as kraft paper, organic 
or inorganic fibers bonded with a binder, rubber, nonwoven fabric, and a laminate made of rubber and nonwoven fabric. 
Basically, the materials other than kraft paper are repeatedly used for a plurality of pressings. Cushioning pad 25 
wherein nonwoven fabric is used is particularly superior in the performance of absorbing thickness unevenness of the 

25 hot plates and a laminate inside press. Therefore, cushioning pad 25 is particularly suitable for a case where it is 
necessary to apply uniform pressurizing force to the whole face of laminate material 23 in press forming of a laminate 
for which plate-thickness precision is required or a laminate having irregularities. 

[0004] Since heat resistance is required for any cushioning p ad for hot pressing, hitherto aromatic polyamide fiber 
has been generally used as fibrous material for a cushioning pad using nonwoven fabric. Japanese Patent Laying- 
30 Open No. 55-101224 as a known literature describes a multilayered needle felt cushioning pad made of aromatic 
polyamide fiber. The same publication describes thatfluorocarbon fiber, glass fiber, metal fiber, carbon fiber or the like 
may be mixed with the aromatic polyamide fiber. 

[0005] Laminates such as a printed circuit board have a tendency that they have been made minuter year by year. 
For this reason, improvement in cushion property is required for cushioning pads for hot pressing used when laminates 

35 are produced. At the same time, in order to make the production of laminates efficient, it is necessary to shorten the 
time required for the pressing. Therefore, improvement in thermal conductivity is also required for the cushioning pads. 
[0006] However, if the unit area weight (thickness) of nonwoven fabric is made large to make the cushion property 
of a cushioning pad high, the thermal conductivity deteriorates. If importance is attached to the thermal conductivity 
thereof to make the unit area weight of nonwoven fabric small, the cushion property deteriorates. As described above, 

40 improvement in the cushion property and improvement in the thermal conductivity are incompatible requirements. In 
recent stream of making laminates minute and making the production of the laminates efficient, two requirements of 
the improvement in the cushion property and the improvement in the thermal conductivity cannot be simultaneously 
satisfied in any known cushioning pad made of nonwoven fabric. 

[0007] Thus, an object of this invention is to provide a cushioning pad for hot pressing which makes it possible to 
45 improve both of cushion property and thermal conductivity. 

[0008] Another object of this invention is to provide a production method of a laminate which makes it possible to 
produce a minute laminate efficiently by improving both of the cushion property and the thermal conductivity of a 
cushioning pad for hot pressing. 

so Disclosure of the Invention 

[0009] The present inventor tried to solve the above-mentioned problems by making nonwoven fabric used in a 
cushioning pad for hot pressing to mixed nonwoven fabric wherein an aromatic polyamide fiber is mixed with another 
fiber. As described in the above-mentioned Japanese Patent Laying-Open No. 55-101224, trials wherein an aromatic 
55 polyamide fiber is mixed with another fiber have been conventionally made as nonwoven fabric used in a cushioning 
p ad for hot pressing. However, no cushioning pads for hot pressing satisfying incompatible requests of improvement 
in cushion property and improvement in thermal conductivity at the same time have been obtained from any known 
mixed nonwoven fabric. 
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[0010] The present inventor made eager researches repeatedly. As a result, the present inventor has found out that 
improvement in the cushion property and improvement in the thermal conductivity can be simultaneously attained by 
mixing a specified fiber with an aromatic polyamide fiber. 

[0011] That is, in one aspect, a cushioning pad for hot pressing according to this invention includes a nonwoven 
5 fabric made of a mixed fiber of the following fiber A and the following fiber B: 

fiber A: an aromatic polyamide fiber, and 

fiber B: a fiber having a thermal conductivity of 1 0 VW(m-K) or more in its length direction, a decomposition starting 
temperature of 350°C or more, a resistance of incipient tension of 1 000 g/d or more, and a specific electric resist- 
10 ance of 10 10 Q-cm or more. 

[0012] In another aspect, a cushioning pad for hot pressing according to this invention includes a nonwoven fabric 
made of a mixed fiber of the following fiber A and the following fiber B: 

15 fiber A: an aromatic polyamide fiber, and 

fiber B: a polybenzazole fiber. 

[0013] By making a cushioning pad for hot pressing into a structure having nonwoven fabric made of the mixed fiber 
of fiber A and fiber B. both of the cushion property and thermal conductivity of the cushioning p ad for hot pressing are 
20 improved. 

[0014] In order to improve the cushion property and the thermal conductivity, the blend ratio of fiber A to fiber B (fiber 
A/fiber B), which is represented as a weight fraction, is preferably set to 95/5 to 55/45. 

[0015] Preferably, the nonwoven fabric is obtained by laminating the mixed fibers on and beneath a base fabric and 
integrating the resultant by needle punch. By applying the needle punch, the fibers constituting the web, in particular, 
25 fiber B having a high thermal conductivity can be oriented in the thickness direction of the cushioning pad; therefore, 
the thermal conductivity of the cushioning pad can be effectively improved 

[0016] In order to improve the thermal conductivity of the cushioning pad and further make an change amount In the 
cushion property with the passage of time small, the nonwoven fabric is preferably subjected to compression treatment 
in advance, so that the unit area weight per millimeter in thickness is 350 g/(m 2 -mm) to 1500 g/(m 2 'mm). 

30 [0017] In one example, the cushioning pad has a structure wherein two or more layers of the nonwoven fabric are 
bonded to each other. In another example, the cushioning pad has a lamination structure of three or more layers, the 
nonwoven fabric is positioned between the surface layer and the rear layer, and fibers positioned in the surface and 
the rear face of the nonwoven fabric are fixed by layers contacting the surface and the rear face. In this case, for 
example, the cushioning pad includes a rubber layer between the surface layer and the rear face layer. The surface 

35 layer and the rear face layer are selected from the group consisting of films, woven fabrics, papers, foils, sheets and 
plates. 

[0018] In one aspect, a production method of a laminate according to this invention includes interposing a cushioning 
pad between a laminate material and heating/pressurizing means, and heat-treating/press-treating the laminate in this 
state, wherein the cushioning pad includes a nonwoven fabric made of a mixed fiber of the following fiber A and the 
40 following fiber B: 

fiber A: an aromatic polyamide fiber, and 

fiber B: a fiber having a thermal conductivity of 1 0 W/(m-K) or more in its length direction, a decomposition starting 
temperature of 350°C or more, a resistance of incipient tension of 1000 g/d or more, and a specific electric resist- 
45 ance of 10 10 Q-cm or more. 

[0019] In another aspect, a production method of a laminate according to this invention includes interposing a cush- 
ioning pad between a laminate material and heating/pressurizing means, and heat-treating/press-treating the laminate 
in this state, wherein the cushioning pad includes a nonwoven fabric made of a mixed fiber of the following fiber A and 
so the following fiber B: 

fiber A: an aromatic polyamide fiber, and 
fiber B: a polybenzazole fiber. 

55 [0020] By making a cushioning pad for hot pressing into a structure having nonwoven fabric made of the mixed fiber 
of fiber A and fiber B, both of the cushion property and thermal conductivity of the cushioning pad for hot pressing are 
improved. The improvement in the cushion property of the cushioning pad makes it possible to produce a minute 
laminate, and the improvement in the thermal conductivity of the cushioning pad makes it possible to shorten pressing 
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time and produce a laminate efficiently. 
Brief Description of the Drawings 
5 [0021] 

Fig. 1 is a sectional view showing an example of a cushioning pad for hot pressing according to the present in- 
vention. 

Fig. 2 is a sectional view showing another example of a cushioning pad for hot pressing according to the present 
10 invention. 

Fig. 3 is a sectional view showing still another example of a cushioning pad for hot pressing according to the 
present invention. 

Fig. 4 is a sectional view showing yet another example of a cushioning pad for hot pressing according to the present 
invention. 

15 Fig. 5 is a sectional view showing yet another example of a cushioning pad for hot pressing according to the present 

invention. 

Fig. 6 is a sectional view showing yet another example of a cushioning pad for hot pressing according to the present 
invention. 

Fig. 7 is a sectional view showing yet another example of a cushioning pad for hot pressing according to the present 
20 invention. 

Fig. 8 is a sectional view showing yet another example of a cushioning pad for hot pressing according to the present 
invention. 

Fig. 9 is a sectional view showing yet another example of a cushioning pad for hot pressing according to the present 
invention. 

25 Fig. 10 is a sectional view showing yet another example of a cushioning pad for hot pressing according to the 

present invention. 

Fig. 11 is a sectional view showing yet another example of a cushioning pad for hot pressing according to the 
present invention. 

Fig. 12 is a sectional view showing yet another example of a cushioning pad for hot pressing according to the 
30 present invention. 

Fig. 13 is a sectional view schematically showing a hot pressing apparatus used in a production method of a 
laminate according to the present invention. 

Fig. 14 is a sectional view schematically showing a tester for measuring heat resistance. 
Fig. 15 is a sectional view schematically showing a tester for measuring cushion property. 
35 Fig. 16 is a sectional view schematically showing a conventional hot pressing apparatus. 

Best Modes for Carrying Out the Invention 

[0022] Hereinafter, examples of the present invention will be described with reference to the drawings. 
40 [0023] Figs. 1 to 12 show examples of a cushioning pad for hot pressing according to the present invention. All of 

the cushioning pad have a nonwoven fabric obtained by laminating webs 2 on the upper and lower faces of a base 

fabric 1 and integrating them by needle punch. In Figs. 2 to 12, base fabric 1 in a nonwoven fabric layer 3 is not shown. 

[0024] In nonwoven fabric (layer) 3, webs 2 are fiber-collected bodies made of a mixed fiber of an aromatic polyamide 

fiber (fiber A) and a fiber (fiber B) having predetermined physical properties. Fiber B needs to satisfy the following 
45 requirements: a thermal conductivity of 1 0 W/(m-K) or more in a length direction; a decomposition starting temperature 

of 350°C or more; a resistance of incipient tension of 1 000 g/d or more; and a specific electric resistance of 1 0 10 a-cm 

or more. 

[0025] By mixing the fiber having a high thermal conductivity of 10 WV(m-K) or more in the length direction with the 
aromatic polyamide fiber, the thermal conductivity of the cushioning pad for hot pressing is improved. Herein, the 

so thermal conductivity of fiber B in the length direction can be measured by, for example, a method shown in Jpn. J. 
Appl. Phys., 36,5633 (1997). However, the thermal conductivity may be measured by any known method other than this. 
[0026] Since the cushioning pad for hot pressing is repeatedly used under heating, heat resistance is required. For 
this purpose, the fiber mixed with the aromatic polyamide fiber needs to have a decomposition starting temperature of 
350°C or more. If the heat resistance of the fiber mixed with the aromatic polyamide fiber is low, there is a possibility 

55 that this fiber decomposes thermally while the cushioning pad is repeatedly used for hot pressing. When the fiber 
decomposes thermally, the following problems are caused: physical properties of the cushioning pad drops; the fiber 
itself is damaged; and components of the fiber leaks as bleed material or gas outside the cushioning pad so as to 
contaminate a product to be pressed or the environment of the surrounding. The aromatic polyamide fiber (fiber A) 
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has no melting point, and the thermal decomposition temperature thereof is generally from about 400°C to 550°C. In 
addition to this, the decomposition starting temperature of the fiber (fiber B) mixed with the aromatic polyamide fiber 
is also set to 350°C or more, whereby the cushioning pad can be obtained having the nonwoven fabric wherein these 
fibers are mixed whose cushion property and other physical properties do not fall over a long time. The decomposition 

5 starting temperature can be measured by the thermo-gravimetry method prescribed in JIS K7120. 

[0027] By mixing the fiber having a high resistance of incipient tension of 1 000 g/d or more with the aromatic polya- 
mide fiber, the cushioning pad for hot pressing is made up to a cushioning pad which is relatively bulky in a non- 
pressurized state, has a large amount of change in the thickness in a pressurized state, and has a superior recovery 
property of the thickness when the pressurization is cancelled. That is, the cushion property of the cushioning pad is 

10 improved. The resistance of incipient tension can be measured by the method prescribed in JIS L1013. 

[0028] The fibrous material of the nonwoven fabric constituting the cushioning pad for hot pressing needs to be 
electrically insulating fiber. The reason for this is as follows: in laminates such as a printed circuit board, minute circuits 
are generally formed on an electrically insulating substrate; therefore, if electrically conductive fiber is used in a cush- 
ioning pad and the fiber is incorporated into the laminate for some cause, a fatal defect for the laminate is caused. For 

15 this reason, the fiber mixed with the aromatic polyamide fiber is made to an insulating fiber having a specific electric 
resistance of 1 0 10 Q-cm or more. In light of this, electrically conductive fiber, such as metal fiber or carbon fiber, cannot 
be used. 

[0029] The fiber having all the above-mentioned physical properties, as fiber B, may be polybenzazole (PBZ). Ex- 
amples of the PBZfiber include polyparaphenylene benzobisoxazole (PBO) fiber, polyparaphenylene benzobisthiazole 
20 (PBT) fiber, or fiber made of random or block copolymer thereof. Among these fibers, PBO fiber is optimal at present. 
PBO fiber is commercially available as the trade name "ZYLON" from Toyobo Co., Ltd. 

[0030] By using PBZ fiber or the fiber having all the above-mentioned physical properties as fiber B mixed with the 
aromatic polyamide fiber, both of the cushion property and the thermal conductivity of the cushioning pad for hot press- 
ing can be improved and the cushioning pad for hot pressing can be made suitable for the production of a laminate. 
25 [0031] The blend ratio of fiber A to fiber B (fiber A/fiber B) is preferably set to the range of 95/5 to 55/45, more 
preferably 90/1 0 to 55/45. If the ratio of fiber B to fiber Ais smaller than this, the effect of the mixture of fiber B is small. 
On the other hand, if the ratio of fiber B to fiber A is larger than this, the thermal conductivity of the cushioning pad is 
too large so that heat-buffering effect is poor. As a result, there is a possibility that heat conducted to the molded 
material becomes uneven. 

30 [0032] The cushioning pad is a nonwoven fabric obtained by laminating webs 2 on the upper and lowerfaces of base 
fabric 1 and integrating them by needle punch. As base fabric 1 , there is suitably used a woven fabric made of heat- 
resistant fiber such as glass fiber, aromatic polyamide fiber or polybenzazol fiber, or such fiber coated with a heat- 
resistant adhesive such as fluoro rubber. Base fabric 1 contributes to the dimensional stability or the cushioning pad 
and base fabric 1 and webs 2 are entangled by the needle punch, whereby even if the cushioning pad is repeatedly 

35 used for hot pressing, the shape of the cushioning pad is maintained and the endurance thereof becomes very good. 
In Fig. 1 , base fabric 1 is made of only one layer, but may be two or more layers of fabrics 1 and webs 2 are alternately 
laminated. 

[0033] Since the cushioning pad is provided with the needle-punched nonwoven fabric, the following peculiar effects 
and advantages are brought about in the present invention. That is, by the application of the needle punch, the fiber 
40 constituting the webs 2 is oriented in the thickness direction. Fiber B exhibiting a high thermal conductivity of 1 0 W/ 
(m-K) or more in the length direction is mixed with the webs 2, and fiber B is oriented in the thickness direction by the 
needle punch, whereby the thermal conductivity of the cushioning pad can be effectively improved. By changing the 
degree of the needle punch to adjust the orientation degree of the fiber, the thermal conductivity of the cushioning p 
ad can be optimally adjusted. 

45 [0034] It is preferred about the nonwoven fabric as the cushioning pad that the unit area weight thereof per mm in 
thickness is set to 350 g/(m 2 -mm) to 1500 g/(m 2 -mm) by subjecting the nonwoven fabric to compression treatment by 
pressurizing or some other method before the nonwoven fabric is used for the production of a laminate. By subjecting 
the nonwoven fabric to compression treatment beforehand, the thermal conductivity of the cushioning pad is improved. 
Additionally, by subjecting the nonwoven fabric to compression treatment beforehand, the amount of permanent set- 
so in fatigue generated in the cushioning pad while the cushioning pad is repeatedly used for the production of a laminate 
can be made small and the amount of change in the cushion property with the passage of time can be made small. 
[0035] The descriptions will be given of structures of the respective cushioning pads for hot pressing shown in Figs. 
2 to 12. In the respective cushioning pads for hot pressing, the same reference numbers are used forthe same materials. 
[0036] In the cushioning pad for hot pressing shown in Fig. 2, a surface layer 4 and a rear face layer 5 are bonded 
55 to both faces of nonwoven fabric layer 3 having the structure shown in Fig. 1 . Surface layer 4 and rear face layer 5 are 
films, woven fabrics, papers, foils, sheets, plates or the like, which are made of heat-resistant organic or inorganic 
material. An object to which adhesiveness is imparted by an adhesive or the like can be adhered to one face of these 
materials. As a form of the films, it is allowable to coat both the faces with liquid resin and then harden the resin to 
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form surface layer 4 and rear face layer 5. A particularly preferred example of surface layer 4 and rear face layer 5 is 
a sheet obtained by applying a f luoro rubber based adhesive to a single face (adhesive face) of a glass cloth substrate 
and applying polyimide resin to the other face (surface). 

[0037] In the cushioning pad for hot pressing shown in Fig. 3, two nonwoven fabric layers 3 having the structure 

5 shown in Fig. 1 are used and two nonwoven fabric layers 3 and 3 are bonded to each other with an adhesion-reinforcing 
layer 6. A surface layer 4 and a rear face layer 5 are bonded to the surfaces of upper and lower nonwoven fabric layers 
3 and 3, respectively. As adhesion-reinforcing layer 6, there can be used a layer having adhesiveness by an adhesive 
or the like on both faces of a woven fabric made of heat-resistant fiber such as glass fiber, aromatic polyamide fiber 
or polybenzazole fiber. An example thereof includes a layer wherein both faces of a glass cloth are coated with a f luoro 

10 rubber based adhesive. 

[0038] In the cushioning pad for hot pressing shown in Fig. 4, three nonwoven fabric layers 3 having the structure 
shown in Fig. 1 are used, and they are bonded to each other with adhesion-reinforcing layers 6 and 6 being interposed 
between respective nonwoven fabric layers 3', 3 and 3'. A surface layer 4 and a rear face layer 5 are bonded to the 
surfaces of upper and lower nonwoven fabric layers 3' and 3', respectively. In the structure shown in Fig. 4, nonwoven 

15 fabric layers 3 may be made into four or more layers between which adhesion-reinforcing layers 6 are interposed. 
[0039] In the cushioning pad for hot pressing shown in Fig. 5, two nonwoven fabric layers 3 having the structure 
shown in Fig. 1 are used and a rubber layer 7 is interposed between two nonwoven fabric layers 3 and 3. A surface 
layer 4 and a rear face layer 5 are bonded to the surfaces of upper and lower nonwoven fabric layers 3 and 3, respec- 
tively. Rubber layer 7 is bonded to nonwoven fabric layers 3 and 3 by vulcanization of rubber layer 7 without any 

20 adhesive layer being interposed therebetween. As the material of rubber layer 7, heat-resistant rubber such as fluoro 
rubber or EPDM can be used. 

[0040] In the cushioning pad for hot pressing shown in Fig. 6, two nonwoven fabric layers 3 having the structure 
shown in Fig. 1 are used and a rubber layer 7 is interposed between two nonwoven fabric layers 3 and 3. A surface 
layer 4 and a rear face layer 5 are bonded to the surfaces of upper and lower nonwoven fabric layers 3 and 3, respec- 
ts tively. Rubber layer 7 is bonded to nonwoven fabric layers 3 and 3 by interposing adhesion-reinforcing layers 6 and 6 
therebetween, 

[0041] In the cushioning pad for hot pressing shown in Fig. 7, two nonwoven fabric layers 3 having the structure 
shown in Fig. 1 are used. Between two nonwoven fabric layers 3 and 3 is interposed a lamination structure wherein a 
reinforcing layer 8 which is a woven fabric made of heat-resistant fiber such as glass fiber, aromatic polyamide fiber 
so or polybenzazole fiber is sandwiched between two rubber layers 7 and 7. Surface layer 4 and rear face layer 5 are 
bonded to the surfaces of upper and lower nonwoven fabric layers 3 and 3, respectively. Rubber layer 7 is bonded to 
nonwoven fabric layers 3 and rubber layer 7 is bonded to reinforcing layer 8 by vulcanization of rubber layer 7 without 
any adhesive layer being interposed therebetween. 

[0042] In the cushioning pad for hot pressing shown in Fig. 8, four nonwoven fabric layers 3 having the structure 
35 shown in Fig. 1 are used. Two upper nonwoven fabric layers 3' and 3 are bonded to each other and two lower nonwoven 
fabric layers 3 and 3' are bonded to each other by interposing each of adhesion-reinforcing layers 6 therebetween. 
Between two upper nonwoven fabric layers 3' and 3 and two lower nonwoven fabric layers 3 and 3' is interposed a 
lamination structure wherein a reinforcing layer 8 is sandwiched between two rubber layers 7 and 7. Surface layer 4 
and rear face layer 5 are bonded to the surfaces of upper and lower nonwoven fabric layers 3' and 3', respectively. 
40 Rubber layer 7 is bonded to nonwoven fabric layer 3 and rubber layers 7 are bonded to reinforcing layer 8 by vulcan- 
ization of rubber layer 7 without any adhesive layer being interposed therebetween. 

[0043] In the cushioning pad for hot pressing shown in Fig. 9, rubber layers 7 and 7 are laminated on the upper and 
lower faces of nonwoven fabric layer 3 having the structure shown in Fig. 1 , and further a surface layer 9 and a rear 
face layer 10 are laminated on the upper and lower faces thereof. As surface layer 9 and rear face layer 10, there can 

45 be used films, woven fabrics, papers, foils, sheets, plates or the like which are made of heat-resistant organic or 
inorganic material. Rubber layer 7 can be bonded to nonwoven fabric layer 3 and rubber layer 7 can be bonded to 
surface layer 9 or rear face layer 10 by vulcanization of rubber layer 7 without any adhesive layer being interposed 
therebetween. Particularly preferred examples of surface layer 9 and rear face layer 10 include fluoro resin films. As 
surface layer 9 and rear face layer 1 0, instead of the fluoro resin films, the following can be used: the same materials 

so as in surface layer 4 and rear face layer 5, used in Fig. 2 and the like, that is, sheets wherein a single face (adhesion 
face) of a glass cloth substrate is coated with a fluoro rubber based adhesive and the other face (surface) is coated 
with polyimide resin. 

[0044] In the cushioning pad for hot pressing shown in Fig. 10, rubber layers 7 and 7 are laminated on the upper 
and lower faces of nonwoven fabric layer 3 having the structure shown in Fig. 1 , and further a surface layer 9 and a 
55 rear face layer 10 are laminated on the upper and lower faces thereof. Rubber layers 7 and 7 are bonded to nonwoven 
fabric layer 3 and rubber layers 7 and 7 are bonded to surface layer 9 and rear face layer 1 0 through adhesion-reinforcing 
layers 6, 6, 6 and 6. 

[0045] In the cushioning pad for hot pressing shown in Fig. 11 , two nonwoven fabric layers 3 having the structure 
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shown in Fig. 1 are used, and two nonwoven fabric layers 3 and 3 are bonded to each other through an adhesion- 
reinforcing layer 6. Rubber layers 7 and 7 are laminated on the surfaces of upper and lower nonwoven fabric layers 3 
and 3, respectively, and further a surface layer 9 and a rear face layer 10 are laminated on the surfaces of upper and 
lower rubber layers 7 and 7. Rubber layers 7 and 7 can be bonded to nonwoven fabric layers 3 and 3 and rubber layers 
5 7 and 7 can be bonded to surface layer 9 and rear face layer 1 0 by vulcanization of rubber layers 7 without any adhesive 
being interposed therebetween. 

[0046] In the cushioning pad for hot pressing shown in Fig. 12, three nonwoven fabric layers 3 having the structure 
shown in Fig. 1 are used, and they are bonded to each other with adhesion-reinforcing layers 6 and 6 being interposed 
between respective nonwoven fabric layers 3', 3 and 3'. Rubber layers 7 and 7 are laminated on the surfaces of upper 

10 and lower nonwoven fabric layers 3' and 3', respectively. Furthermore, surface layer 9 and rear face layer 10 are 
laminated on the surfaces of upper and lower rubber layers 7 and 7. Rubber layers 7 and 7 can be bonded to nonwoven 
fabric layers 3' and 3', and rubber layers 7 and 7 can be bonded to surface layer 9 and rear face layer 1 0 by vulcanization 
of rubber layers 7 without any adhesive layer being interposed therebetween. In the structure shown in Fig. 12, non- 
woven fabric layers 3 may be made into four or more layers with another adhesion-reinforcing layer 6 being interposed. 

15 [0047] The cushioning pads for hot pressing shown in Figs. 3 to 8, 11 and 12 have a structure wherein two or more 
nonwoven fabric layers 3 are bonded. That is, nonwoven fabric is divided into a plurality of layers. Therefore, individual 
nonwoven fabric layers 3 have no permanent set-in fatigue and are superior in dimensional stability. As a result, the 
whole of the cushioning pad can also suppress problems of permanent set-in fatigue, dimensional change, change in 
the cushion property with the passage of time, and so forth. In particular, by using a structure wherein two or more 

20 nonwoven fabric layers 3 subjected to compression treatment to set the unit area weight per mm in thickness to 350 
g/(m 2 -mm) to 1500 g/(m 2 -mm) are bonded, the effect of suppressing permanent set-in fatigue of the cushioning pad, 
dimensional change thereof, change in the cushion property with the passage of time, and so forth becomes excellent. 
The blend ratios of fiber A to fiber B or the unit area weights of the respective nonwoven fabric layers may be changed 
from each other. 

25 [0048] All the cushioning p ads for hot pressing shown in Figs. 2 to 12 have a lamination structure of three or more 
layers, and have a structure wherein nonwoven fabric layer 3 is positioned between surface layer 4 or 9 and rear face 
layer 5 or 1 0 and fibers positioned in the surface and the rear face of nonwoven fabric layer 3 are fixed by the layers 
contacting the surface and the rear face. Therefore, the fibers positioned in the surface of nonwoven fabric layer 3 
causes no permanent slip even if the cushioning pad is pressed. As a result, the force for restoring the shape of 

30 nonwoven fabric layer 3 becomes excellent, Permanent set-in fatigue of the cushioning pad can be prevented, and 
even if the cushioning pad is repeatedly used, the cushion property can be maintained. 

[0049] Furthermore, by fixing the surface of nonwoven fabric layer 3 onto adhesion-reinforcing layer 6, surface layer 
4, rear face layer 5 and the like, which are dimensionally stable along the face direction, the dimensional stabilily of 
the whole of the cushioning pad is made excellent. The use of the cushioning pad having these characteristics makes 
35 it possible to produce stably a laminate having superior quality By fixing fibers positioned in the surface and the rear 
face of nonwoven fabric layer 3 by the layers contacting the surface and the rear face, it is possible to prevent the 
generation of inconveniences in the laminate which is a precision instrument component, caused by feathers of the 
surface of nonwoven fabric layer 3 or disintegration of fibers from nonwoven fabric layer 3. 

[0050] All the cushioning pads for hot pressing shown in Figs. 5 to 12 have a structure wherein rubber layer 7 is 
40 included between surface layer 4 or 9 and rear face layer 5 or 1 0. By the inclusion of rubber layer 7, the performance 
of buffering heat and pressurization force of the cushioning pad is improved so as to improve the performance of making 
heat and pressurization force conducted to an object to be pressed uniform over the whole of the face. By interposing 
rubber layer 7 having an appropriate thickness, the thermal conductivity of the cushioning pad can be adjusted. In the 
cushioning pads for hot pressing shown in Figs. 9, 11 and 12, rubber layer 7 is arranged to contact directly the inside 
45 of surface layer 9 and rear face layer 10; therefore, in the case where surface layer 9 and rear face layer 10 are made 
of synthetic resin films, rubber elasticity can be effectively caused to act on an object to be pressed. Thus, the per- 
formance of making heat and pressurization force even and uniform over the whole of the face becomes particularly 
excellent. 

[0051] Aproduction method of a laminate according to the present invention will be described. Fig. 13 is a sectional 
so view schematically showing a hot pressing apparatus used in a production method of a laminate according to the 
present invention. The production of a laminate according to the present invention is performed by interposing cush- 
ioning pads 13 and 13 between laminate material 11 and heating/pressurizing means 12 and 12 and subjecting the 
resultant to heat/pressurizing treatment in this state. Heating/pressurizing means 12 and 12 are generally hot plates, 
but are not limited thereto. For example, in the case of vacuum press, the heating/pressurizing means is atmospheric 
55 pressure. As cushioning pad 13, the cushioning pad for hot pressing according to the present invention, which has 
been described above in detail, is used. A stiffening plate such as a mirror face plate may be interposed between 
cushioning pad 13 and laminate material 11 . Furthermore, it is allowable to stack a plurality of laminate materials 11 
with stiffening plates such as mirror face plates being interposed therebetween, and then hot-press the plurality of 
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laminate materials 11 at a time. In Fig. 13, two cushioning pads 13 are used over and under laminate material 1 1 , but 
it is allowable to use cushioning pad 13 at only one side of laminate material 11 . By using such a hot pressing apparatus 
and subjecting laminate material 11 to press forming or thermocompression bonding, a laminate can be produced 
examples of which include printed circuit boards such as a copper-clad laminate, a flexible printed circuit board and a 
multilayer lamination board, an IC card, a liquid crystal display panel and a ceramic lamination board. 

[Examples] 

[0052] In order to confirm the effects of the present invention, comparison experiments were made as follows. Used 
fibers were PBO fiber (trade name "ZYLON-AS", manufactured by Toyobo Co., Ltd.), meta-aromatic polyamide fiber 
(trade name "TEIJINCONEX", manufactured by Teijin Ltd.), and E glass fiber (trade name "Chopped Strand", manu- 
factured by Unitika Glass Fiber Co., Ltd.). Physical properties of the respective fibers are shown in Table 1 . 



Table 1 





PBO fiber 


Meta-aromatic polyamide fiber 


E glass fiber 


Thermal conductivity 
[WV(m-K)] 


60 


0.15 


2.25 


Decomposition starting temperature 
[°C] 


650 


400 


850 


Resistance of incipient tension 

[g/d] 


1300 


140 





[Samples 1 to 5] 

[0053] As a base fabric of a nonwoven fabric, there was used an adhesive base fabric wherein a glass cloth having 
an open weave was coated with afluoro rubber. Webs wherein the meta-aromatic polyamide fiber was mixed with the 
PBO fiber at each ratio shown in Table 2 were laminated on both faces of this base fabric, and the resultant was 
subjected to needle punch to prepare a nonwoven fabric. The unit area weight of the resultant nonwoven fabrics was 
650 g/m 2 . 

[Samples 6 to 9] 

[0054] As a base fabric of a nonwoven fabric, there was used an adhesive base fabric wherein a glass cloth having 
an open weave was coated with afluoro rubber. Webs wherein the meta-aromatic polyamide fiber was mixed with the 
E glass fiber at each ratio shown in Table 2 were laminated on both faces of this base fabric, and the resultant was 
subjected to needle punch to prepare a nonwoven fabric. The unit area weight of the resultant nonwoven fabrics was 
650 g/m 2 . 

[Samples 10 to 12] 

[0055] As a base fabric of a nonwoven fabric, there was used an adhesive base fabric wherein a glass cloth having 
an open weave was coated with a fluoro rubber. Webs made of the meta-aromatic polyamide fiber were laminated on 
both faces of this base fabric, and the resultant was subjected to needle punch to prepare a nonwoven fabric. The unit 
area weight of each of the resultant nonwoven fabrics is as shown in Table 2. 

[Test on heat resistance] 

[0056] With respect to samples 1 to 12, the heat resistance thereof was measured by the following method. As shown 
in Fig. 14, a lower heating and pressurizing plate (30°C, water-cooled) 14, a heat insulating material (heat resistance 
1 2.55°C/W) 1 5, a thermocouple 1 6, and a sample 1 7 to be evaluated were stacked in this order from the lower side. 
A pressure of 3.92 MPa was applied to the upper of the resultant by means of an upper heating and pressurizing plate 
(1 85°C) 18. The temperature of thermocouple 1 6 was read. 

[0057] It is generally known that Ohm's law in heat circuits represented by the following Equation 1 is realized between 
heat flow (Q), high-temperature section temperature (T1), low-temperature section temperature (T2) and heat resist- 
ance (R): 
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[0058] In the present test, when the temperature of upper heating and pressurizing plate 1 8, the temperature of lower 
5 heating and pressurizing plate 14, the temperature of thermocouple 16, the heat resistance of heat insulating material 
15 and the heat resistance of sample 17 to be evaluated are represented by TU, TL, TS, Rl and RS, respectively, on 
the basis of Equation 1 heat resistance RS of sample 1 7 to be evaluated can be obtained as follows: 

10 Q = (TU - TL)/(RS + Rl) (Equation 2) 

Q = (TU-TS)/RS (Equation 3) 

15 [0059] From Equations 2 and 3, 

RS = (TU - TS)/(TS - TL) x Rl (Equation 4) 

20 [0060] The results of the test are shown in Table 2. 
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[0061] As is understood from the results, the thermal conductivity of cushioning pads for hot pressing is improved 
by using nonwoven fabric wherein meta-aromatic polyamide fiber is mixed with PBO fiber. It has been understood that 
the thermal conductivity is not improved very much even if meta-aromatic polyamide fiber is mixed with glass fiber. If 
the ratio of PBO fiber is 100%, there is possibility that the thermal conductivity is too good so that the effect of buffering 
5 heat is poor. 

[Test on cushion property] 

[0062] Next, respective nonwoven fabrics of samples 1 to 5 and samples 10 to 12 were used to form cushioning 
10 pads for hot pressing. A comparison test on the cushion property thereof was performed. 

[0063] The cushioning pads used in the test were made to have a structure shown in Fig. 3. Herein, as adhesion- 
reinforcing layer 6, there was used a heat-sensitive adhesion sheet wherein both faces of a glass cloth having a thick- 
ness of 0.2 mm were coated with afluoro rubber in an unvulcanized state. As nonwoven fabric layers 3 and 3 positioned 
on the upper and lower faces of the adhesive sheet, which is to be adhesion-reinforcing layer 6, the nonwoven fabric 
15 of each of the samples was used. As surface layer 4 and rear face layer 5 positioned on and beneath the upper and 
lower nonwoven fabric layers 3 and 3, there were used heat-sensitive adhesive sheets wherein both faces of a glass 
cloth having a thickness of 0.2 mm were coated with a fluoro rubber in an unvulcanized state and further polyimide 
resin was applied to only the surface side so as to give releasing property to the surface side. The respective layers 
were laminated in the order shown in Fig. 3, and subsequently the resultant was pressed under conditions of 1 80°C 
20 and 1 .96 MPa. The fluoro rubbers applied to adhesion-reinforcing layer 6 and surface layer 4, and rear face layer 5 
were vulcanized and with that all thereof were bonded and integrated with each other. In the state that the cushioning 
pad was formed, the unit area weight of each of nonwoven fabric layers 3 was 650 g/m 2 and the thickness thereof was 

0. 9 mm. 

[0064] With respect to the cushioning pads for hot pressing using the nonwoven fabrics of the respective samples, 
25 the cushion property was measured by the following method. As shown in Fig. 15, a sample 21 to be evaluated was 
sandwiched between an upper heating and pressurizing plate 19 and a lower heating and pressurizing plate 20, and 
the resultant was pressed under given conditions. At this time, the amount of change in the thickness of sample 21 to 
be evaluated was read by a pressure sensor 22 positioned over upper heating and pressurizing plate 1 9. This value 
was used as cushion amount. About conditions of the press, the range of applied pressure was from 9.81 x 10" 4 
30 (contact pressure) to 3.92 MPa, and the speed of the applied pressure was 5 mm/min, and the heating temperature 
was set to 30°C. The results of the test are as shown in Table 2. 

[0065] As is understood from these results, when the unit area weight of the nonwoven fabric is made large to heighten 
the cushion property of the cushioning pads in samples 10 to 12 using the 100% meta-aromatic polyamide fiber, the 
thermal conductivity becomes bad. When importance is attached to the thermal conductivity and the unit area weight 
35 of the nonwoven fabric is made small, the cushion property becomes bad. Using the nonwoven fabric wherein the 
meta-aromatic polyamide fiber is mixed with the PBO fiber, both the thermal conductivity and the cushion property of 
cushioning pads for hot pressing are improved. 

Industrial Applicability 

[0066] This invention can be suitably applied to a cushioning pad for hot pressing which is used to perform press 
forming or thermocompression bonding to an object product including a printed circuit board such as a copper-clad 
laminate, a flexible printed circuit board or a multilayer laminate board, an IC card, a liquid crystal display panel, a 
ceramic lamination board or the like. 

45 

Claims 

1 . A cushioning pad for hot pressing, comprising a nonwoven fabric made of a mixed fiber of the following fiber A 
so and the following fiber B: 

fiber A: an aromatic polyamide fiber, and 

fiber B: a fiber having a thermal conductivity of 10 W/(m-K) or more in its length direction, a decomposition 
starting temperature of 350°C or more, a resistance of incipient tension of 1000 g/d or more, and a specific 
55 electric resistance of 1 0 10 Q-cm or more, or a polybenzazole fiber. 

2. The cushioning pad for hot pressing according to claim 1 , wherein 

the blend ratio of said fiber A to said fiber B, which is represented as a weight fraction, is 95/5 to 55/45. 



11 
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3. The cushioning pad for hot pressing according to claim 1 , wherein 

said nonwoven fabric is obtained by laminating said mixed fibers on and beneath a base fabric and integrating 
the resultant by needle punch. 

4. The cushioning pad for hot pressing according to claim 1 , wherein 

said nonwoven fabric is subjected to compression treatment so that the unit area weight per millimeter in 
thickness is 350 g/(m 2 -mm) to 1500 g/(m 2 -mm). 

5. The cushioning pad for hot pressing according to claim 1 , comprising a structure wherein two or more layers of 
said nonwoven fabric are bonded to each other. 

6. The cushioning pad for hot pressing according to claim 1 , wherein 

said cushioning pad has a lamination structure of three or more layers, said nonwoven fabric is positioned 
between the surface layer and the rear layer, and fibers positioned in the surface and the rearface of said nonwoven 
fabric are fixed by layers contacting the surface and the rearface. 

7. The cushioning pad for hot pressing according to claim 6, comprising a rubber layer between said surface layer 
and said rear face layer. 

8. The cushioning pad for hot pressing according to claim 6, wherein 

said surface layer and said rear face layer are selected from the group consisting of films, woven fabrics, 
papers, foils, sheets and plates. 

9. A production method of a laminate, comprising interposing a cushioning pad between a laminate material and 
heating/pressurizing means, and heat-treating/press-treating the resultant in this state, wherein 

said cushioning pad comprises a nonwoven fabric made of a mixed fiber of the following fiber A and the 
following fiber B: 

fiber A: an aromaLic polyamide fiber, and 

fiber B: a fiber having a thermal conductivity of 10 W/(m-K) or more in its length direction, a decomposition 
starting temperature of 350°C or more, a resistance of incipient tension of 1000 g/d or more, and a specific 
electric resistance of 10 10 Q-cm or more, or a polybenzazole fiber. 

10. The production method of a laminate according to claim 9, wherein 

the blend ratio of said fiber A to said fiber B, which is represented as a weight fraction, is 95/5 to 55/45. 

11. The production method of a laminate according to claim 9, wherein 

said nonwoven fabric is obtained by laminating said mixed fibers on and beneath a base fabric and integrating 
the resultant by needle punch. 

12. The production method of a laminate according to claim 9, wherein 

said nonwoven fabric is subjected to compression treatment so that the unit area weight per millimeter in 
thickness is 350 g/(m 2 -mm) to 1500 g/(m 2 -mm). 

13. The production method of a laminate according to claim 9, wherein 

said cushioning pad has a structure wherein two or more layers of said nonwoven fabric are bonded to each 

other. 

14. The method for producing the laminate according to claim 9, wherein 

said cushioning pad has a lamination structure of three or more layers, said nonwoven fabric is positioned 
between the surface layer and the rear layer, and fibers positioned in the surface and the rearface of said nonwoven 
fabric are fixed by a layer contacting the surface and the rear face. 

15. The production method of a laminate according to claim 14, wherein 

said cushioning pad comprises a rubber layer between said surface layer and said rear face layer. 

16. The production method of a laminate according to claim 14, wherein 

said surface layer and said rear face layer are selected from the group consisting of films, woven fabrics, 
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FIG . I 
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FIG. 5 
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